216                       Notes on Metallurgical Analysis.

The precipitate must be pure white. If it is at all green, iron or
chlorous acid is present, and the results will be too high.

To avoid "running over" it is a good plan to take out one-third of
the liquid. Titrate the remainder roughly, and then add the one-third
and finish carefully.

Cadmium when present counts as zinc in this process.

See Jour. An. and App. Chem., vol. VI, p, 491.
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